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together at 0. In this manner there is obtained a perfect cleans-
ing of sand by the use of clean pressure water only, without the
assistance of any mechanical means. Such plants are suitable and
quite important for water works, as well as glass manufacturing-
industries, where sand must be free from clay or iron.
Movable arms are used to put in operation more or less boxes,
according to the nature of material to be cleaned. For instance,
in a plant of six boxes, a movable arm is placed in the third and
sixth boxes, and then the sand may be run through all six or the
plant may be operated in two rows, each using three boxes. It is
desirable that the water should be as clean as possible, and the pres-
sure at the eductor should be under a head of 30 to 40 feet, depend-
ing upon the material to be washed.
Magnetic Separation. Magnetic separation depends on the fact
that some minerals are more strongly attracted by magnets than
others. A widely used separator of this kind is the " Wetherill."